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metals being 1.8 i^o 3 units of coppejr to 1 unit of the one or 
more hard carbide rorming metals, 

2 (amended) . A disc brake 
[characterised in that] wherein 
metals also include one or more 
chromium, and niobium. 



:or according to claim 1, 
ie hard carbide forming 
tungsten , molybdenum , 




3 (amended) . A disc brak^ rotor according to claim 1, 
[characterised in that] whereifn the weight of vanadium present 
in the composition is less than or equal to one half of the 
weight of copper present adc^fed to 2 0 times the weight of 
titanium present. 

4 (amended). A disc /brake rotor according to claim 1, 
[characterised in that] wnerein the carbon equivalent of the 
composition is between 4/2 and 4.55. 

5 (amended) . A difec brake rotor acpef^ding to claim 1, 
[characterised in thaty) wherein the titanium content of the 
composition is between 0.025 and iXt)35%. 



6 (amended) 
[characterised in 
composition is bet 



disc brcilte^xrotor according to claim 1, 
lat] wfierein the vanadium content of the 
/eerK0.3 5 and 0.45 wt%. 



7 (amended)/ A disc brake rotor according to claim 1, 
[characterised ip that] wherein the copper content of the 
composition is between 0.7 and 0.9 wt%. 



"Please acLa the following claim. 
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Assistant Commissioner 

of Patents 
Box PCT 

Washington, DC 20231 
Sir: 

Please enter the following amendments after the grant of 
a filing date. 

In the Claims 

3 (amended) . A disc brake rotor according to [either one 
of] claim[s] 1 [and 2], characterised in that the weight of 
vanadium present in the composition is less than or equal to 
one half of the weight of copper present added to 2 0 times the 
weight of titanium present. 
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4 (amended) . A disc brake rotor according to [any one 
of] claim[s] 1 [to 3], characterised in that the carbon 
equivalent of the composition is between 4.2 and 4.55. 

5 (amended) . A disc brake rotor according to [any one 
of] claim[s] 1 [to 4], characterised in that the titanium 
content of the composition is between 0.025 and 0.035%. 

6 (amended) . A disc brake rotor according to [any one 
of] claim[s] 1 [to 5], characterised in that the vanadium 
content of the composition is between 0.35 and 0.45 wt%. 



7 (amended) . A disc brake rotor according to [any one 
of] claim[s] 1 [to 6], characterised in that the copper 
content of the composition is between 0.7 and 0.9 wt%. 
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A disc brake rotor according to claim 2, wherein 



the weight of vanadium present in the composition is less than 
or equal to one half of the weight of copper present added to 
20 times the weight of titanium present.-*- — — 
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Respectfully submitted, 




Charles H. Lindrooth 
Reg. No. 20,659 



